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^AW OFFICES 

Bnnegan, Henderson, 
Farabow, Garrett, 
S Dunner,l.l.p. 

i300 I STREET, N.W. 
WASHINGTON, D» C. 20005 
202-408-4000 


IN THE UNITED STATES PATENT AND TRADEMARK OFFICE w ^ ft 



Attorney's Docket Number: 03063.0396-02 


ASSISTANT COMMISSIONER FOR 

PATENTS 
Washington, D.C. 20231 

Prior Application: 
Art Unit: 1732 
Examiner: A. Kuhns 

SIR: This is a request for filing a 

h Continuation □ Divisional Application under 37 C.F.R. § 1 .53(b) of pending prior 
application Serial No. 08/996.701 filed December 23. 1997 of John M. Ebv. Hao 
A. Chen, and Alonzo M. Burns. Jr. for SURFACE COVERINGS HAVING A 
NATURAL APPEARANCE AND METHODS TO MAKE A SURFACE COVERIN G 
HAVING A NATURAL APPEARANCE 


1. 


2. □ 

3. ei 

4. h 


Enclosed is a complete copy of the prior application including the oath or 
Declaration and drawings, if any, as originally filed. I hereby verify that the 
attached papers are a true copy of prior application Serial No. 
08/996.701 as originally filed on December 23. 1997 . 

Enclosed is a substitute specification under 37 C.F.R. § 1.125. 

Cancel Claims 1-8 and 11-20. 

A Preliminary Amendment is enclosed. 

The filing fee is calculated on the basis of the claims existing in the prior 
application as amended by the Preliminary Amendment filed herewith. 


Fnr 

Number Filed 

Number Fytra 

Rate I Rpsir Fee <R7fin nn I 

Total 
Claims 

14 -20 

00 

x$ 18.00 

$ -0- 

Independent 
Claims 

3 -3 

00 

x$ 78.00 

-0- 

Multiple Dependent Claim(s) (if applicable) 

+$260.00 

-0- 

Subtotal 

$ 760.00 

Reduction by 1/2 for filing by small entity 

-0- 

TOTAL FILING FEE 

$ 760.00 
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6. h A check in the amount of $ 760.00 to cover the filing fee is enclosed. 

7. ia The Commissioner is hereby authorized to charge any fees which may be 

required including fees due under 37 C.F.R. §1.16 and any other fees due 
under 37 C.F.R. § 1 .17, or credit any overpayment during the pendency of 
this application to Deposit Account No. 06-0916. 

8. h Amend the specification by inserting before the first line, the sentence: 

-This is a ^ continuation □ division of application Serial No. 08/996,701 , 
filed December 23, 1997 , and claims the benefit of U.S. provisional 
application no. 60/039,534 , filed February 20, 1997 , all of which are 
incorporated herein by reference.-- 


9. □ 

10. a 

11. a 
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New formal drawings are enclosed. 

The prior application is assigned of record to: Manninqton Mills. Inc. 


Priority of application Serial No. 60/039.534 . filed on February 20, 1997 in 
the United States is claimed under 35 U.S.C. § 1 19(e). 


12. □ A verified statement claiming small entity status 

□ is enclosed or □ is on file in the prior application. 

13. h The power of attorney in the prior application is to at least one of the 

following: FINNEGAN, HENDERSON, FARABOW, GARRETT & DUNNER, 
LLP., Douglas B. Henderson, Reg. No. 20,291; Ford F. Farabow, Jr., Reg. 
No. 20,630; Arthur S. Garrett, Reg. No. 20,338; Donald R. Dunner, Reg. 
No. 19,073; Brian G. Brunsvold, Reg. No. 22,593; Tipton D. Jennings, IV, 
Reg. No. 20,645; Jerry D. Voight, Reg. No. 23,020; Laurence R. Hefter, 
Reg. No. 20,827; Kenneth E. Payne, Reg. No. 23,098; Herbert H. Mintz, 
Reg. No. 26,691; C. Larry O'Rourke, Reg. No. 26,014; Albert J. Santorelli, 
Reg. No. 22,610; Michael C. Elmer, Reg. No. 25,857; Richard H. Smith, 
Reg. No. 20,609; Stephen L. Peterson, Reg. No. 26,325; John M. Romary, 
Reg. No. 26,331; Bruce C. Zotter, Reg. No. 27,680; Dennis P. O'Reilley, 
Reg. No. 27,932; Allen M. Sokal, Reg. No. 26,695; Robert D. Bajefsky, 
Reg. No. 25,387; Richard L. Stroup, Reg. No. 28,478; David W. Hill, Reg. 
No. 28,220; Thomas L. Irving, Reg. No. 28,619; Charles E. Lipsey, Reg. 
No. 28,165; Thomas W. Winland, Reg. No. 27,605; Basil J. Lewris, Reg. 
No. 28,818; Martin I. Fuchs, Reg. No. 28,508; E. Robert Yoches, Reg. 
No. 30,120; Barry W. Graham, Reg. No. 29,924; Susan Haberman Griffen, 


Page 3 of 4 


Attorney Docket No. 03063.0396-02 


Reg. No. 30,907; Richard B. Racine, Reg. No. 30,415; Thomas H. Jenkins, 
Reg. No. 30,857; Robert E. Converse, Jr., Reg. No. 27,432; Clair X. Mullen, 
Jr., Reg. No. 20,348; Christopher P. Foley, Reg. No. 31,354; John C. Paul, 
Reg. No. 30,413; David M. Kelly, Reg. No. 30,953; Kenneth J. Meyers, 
Reg. No. 25,146; Carol P. Einaudi, Reg. No. 32,220; Walter Y. Boyd, Jr., 
Reg. No. 31,738; Steven M. Anzalone, Reg. No. 32,095; Jean B. Fordis, 
Reg. No. 32,984; Barbara C. McCurdy, Reg. No. 32,120; James K. 
Hammond, Reg. No. 31,964; Richard V. Burgujian, Reg. No. 31,744; J. 
Michael Jakes, Reg. No. 32,824; Dirk D. Thomas, Reg. No. 32,600; 
Thomas W. Banks, Reg. No. 32,719; Christopher P. Isaac, Reg. No. 
32,616; Bryan C. Diner, Reg. No. 32,409; M. Paul Barker, Reg. No. 32,013; 
Andrew Chanho Sonu, Reg. No. 33,457; David S. Forman, Reg. No. 
33,694; Vincent P. Kovalick, Reg. No. 32,867; James W. Edmondson, Reg. 
No. 33,871; Michael R. McGurk, Reg. No. 32,045; Joann M. Neth, Reg. No. 
36,363; Gerson S. Panitch, Reg. No. 33,751; Cheri M. Taylor, Reg. No. 
33,216; Charles E. Van Horn, Reg. No. 40,266; Linda A. Wadler, Reg. No. 
33,218; Thomas H. Martin, Reg. No. 34,383; and Rachel H. Townsend, 
Reg. No. 41,443. 

14. a The power appears in the original declaration of the prior application. 

15. □ Since the power does not appear in the original declaration, a copy of the 

power in the prior application is enclosed. 

16. b Please address all correspondence to FINNEGAN, HENDERSON, 

FARABOW, GARRETT and DUNNER, L.L.P., 1300 I Street, N.W., 
Washington, D.C. 20005-3315. 


17. □ Recognize as associate attorney . 


(name, address & Reg. No.) 
18. a Also enclosed is an Information Disclosure Statement and PTO Form-1449 
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PETITION FOR EXTENSION , if any extension of time is necessary for the filing of 
this application, including any extension in the parent application, Serial No. 
08/996701 . filed December 23, 1997 , for the purpose of maintaining copendency 
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between the parent application and this application, and such extension has not 
otherwise been requested, such an extension is hereby requested, and the 
Commissioner is authorized to charge necessary fees for such an extension to our 
Deposit Account No. 06-0916. A duplicate copy of this paper is enclosed for use in 
charging the deposit account. 


FINNEGAN, HENDERSON, FARABOW, 
GARRETT & DUNNER, LLP. 



Reg. No.: 41,443 


Date: April 7, 1999 
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PATENT 

Attorney Docket No. 3063.0396-02 
IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 


In re Application of: 

John E. EBY et al. 

Continuation Application of 
Serial No.: 08/996,701 
Filed: December 23, 1 997 

Filed: April 7, 1999 

For: METHOD OF MAKING A 

SURFACE COVERING HAVING 
A NATURAL APPEARANCE 
(AS AMENDED) 


Prior Application: 

Group Art Unit: 1732 
Examiner: A. Kuhns 


PRELIMINARY AMENDMENT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Prior to the examination of the above application, please amend this 
application as follows: 

IN THE CLAIMS : 

Please cancel claims 1-8 and 1 1-20 without prejudice or disclaimer. 
Please add the following new claims 21-32. 

-21 . A method of making a surface covering having multiple layers and an 
embossed design, comprising the steps of: 

chemically embossing one of said multiple layers, and 
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mechanically embossing a surface texture on another of said multiple layers, 
said mechanically embossed layer being disposed on top of said chemically 
| embossed layer. 
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22. The method of claim 21 , wherein said chemically embossed layer is a 
design layer disposed atop a foam layer on top of a backing layer and said 
mechanically embossed layer is a wear layer. 

23. The method of claim 22, further comprising the step of softening said 
wear layer by subjecting it to a sufficient temperature to soften it prior to said 
mechanical embossing step. 

24. The method of claim 23, further comprising the steps of curing and 

I 

| subsequently cooling said wear layer to reduce its temperature to approximately 
I ambient temperature prior to said softening step. 

i 

! 

! 
| 

j 25. The method of claim 24, further comprising the step of expanding said 

! 

| foam layer during said curing step. 

26. The method of claim 23, wherein said softening step includes 
subjecting said wear layer to a sufficient softening temperature of about 195°C to 
215°C. 

2 


i 

i 

j 
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27. A method for making a surface covering comprising the steps of: 

| providing a surface covering comprising a backing layer; a foamable layer 

located on top of said backing layer; a design layer located on top of said foamable 
! layer and having a design; and a wear layer on top of said design layer; 

curing said wear layer, thereby expanding said foamable layer to form a foam 

i 

| layer, and chemically embossing areas of said design layer; and 

! 

! 

| mechanically embossing a surface texture on said wear layer. 

i 

28. The method of claim 27, further comprising the step of setting said 
mechanically embossed surface texture in said wear layer. 

i 
i 

| 29. The method of claim 28, further comprising the step of providing a top 

coat on said mechanically embossed wear layer after the setting step. 

30. The method of claim 27, further comprising the step of cooling said 

i 

ii surface covering to reduce the temperature of said wear layer after the curing step 
j and prior to the mechanical embossing step. 
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j 31 . The method of claim 30, further comprising the step of heating said 

j wear layer, after the cooling step, to a sufficient temperature to soften it prior to the 
mechanical embossing step. 
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i; 



32. The method of claim 31 , wherein the step of heating utilizes a 
sufficient softening temperature from about 195°C to about 215°C.~ 


Claims 9-10 and 21-32 are pending in this application. Claims 1-8 and 1 1-20 
have been canceled without prejudice or disclaimer as they are the claimed subject 
matter of a co-pending application. 

Applicants respectfully request formal examination of this application and 
allowance of the pending claims at the Examiner's convenience. 

Please grant any extensions of time required to enter this Preliminary 
Amendment and charge any additional required fees to our Deposit Account No. 
06-0916. 


REMARKS 


Respectfully submitted, 


FINNEGAN, HENDERSON, FARABOW, 
GARRETT & DUNNER, L.L.P. 



Rachel H. Townsend 
Reg. No. 41,443 


Dated: April 7, 1999 


Finnegan, Henderson, 
Farabow, Garrett, 
s dunner, l.l.p. 


I300 I STREET, N. W. 
WASHINGTON, D. C. 2O0O5 
202-408-4000 
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BACKGROUND OF THE INVFNTION 
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Field of the Invention 

The present invention relates to surface coverings, particularly surface coverings 
having a natural appearance. The present invention further relates to methods of 
making these types of surface coverings. 

Description of the Related Art 

A growing consumer preference for natural materials or "looks" simulated to 
natural wood, stone, marble, brick, and granite now exists for all types of surface 
coverings such as flooring. The perception of natural flooring, for instance, at an 
inexpensive price provides a high value, acceptable style, and luxury appearance. 

The natural look of resilient vinyl floorings, for instance, made by gravure printing 
| in conjunction with chemical embossing technology, does not quite impart the realistic 
appearance of true wood, stone, and the like. The subtle texture of wood grains and 
'! stone cannot be achieved by chemical embossing technology which develops the 
: texture by reacting the inhibitor in the ink with a blow agent added in a pre-gel layer 
under heat and during a fusion process. In general, the texture created by the chemical 
embossing technique does not have a well-defined sharpness of real, natural products. 
In other words, chemical embossing has the disadvantage of being capable of making 
only rounded edges and there is great difficulty in controlling the depth of the 
embossing. In addition, this process leads to a texture which is too deep to be realistic. 
Mechanical embossing, on the other hand, is capable of reproducing the subtile, sharp, 
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and shallow textures of natural wood, stone, marble, brick, etc. However, embossing in 
register with the printed design is very difficult with mechanical embossing. 

Accordingly, there is a need for surface coverings having a realistic, natural 
"look" or appearance of wood, stone, marble, granite, or brick and methods of making 
the same. 
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SUMMARY OF THE INVENTION 
A feature of the present invention is to provide a surface covering having a 
design, such as, for example natural wood, stone, marble, granite, or brick, appearance 
which is realistic in appearance. A further feature of the present invention is to provide 
a method of making such a surface covering. 

Additional features and advantages of the present invention will be set forth in 
part in the description which follows, and in part will be apparent from the description, or 
may be learned by practice of the present invention. The objectives and other 
advantages of the present invention will be realized and attained by means of the 
elements and combinations particularly pointed out in the written description including 
the appended claims. 

To achieve these and other advantages and in accordance with the purpose of 
the present invention, as embodied and broadly described herein, the present invention 
relates to a surface covering having a backing layer and a foam layer located on top of 
the backing layer. Further, a design layer having a design is located on top of the foam 
layer. At least one element of the design on the design layer is chemically embossed. 
A wear layer, located on top of the design layer, is mechanically embossed with a 
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surface texture when the wear layer is in a softened state. The foam layer may or may 
not be mechanically embossed. Finally, a top coat may be located on top of the 
embossed wear layer. 

The present invention further relates to a surface covering having a natural 
wood, stone, marble, granite, or brick appearance. This surface covering has a backing 
layer, a foam layer located on top of the backing layer, and a design layer. The design 
layer has a design of wood, stone, marble, granite, or brick. This design layer is located 
on top of the foam layer and the design has chemically embossed joint or grout lines, 
which simulate such features found in natural surfaces where wood, stone, marble, 
granite, or brick are formed as surfaces for floors, for example. In addition, a wear 
layer, located on top of the design layer, is mechanically embossed with a surface 
texture of natural wood, stone, marble, granite, or brick after the wear layer has been 
softened. The foam layer may or may not be mechanically embossed. Finally, a top 
coat may be located on top of the embossed wear layer. 

The present invention also relates to a method for making a surface covering, 
preferably having a natural wood, stone, marble, granite, or brick appearance. The 
method includes the steps of providing a surface covering having a backing layer, a 
foamable layer located on top of the backing layer, and a design layer located on top of 
the foamable layer. The design layer preferably has a design of a wood, stone, marble, 
granite, or brick. A portion of the design in the design layer is printed with a retarder 
composition. In the preferred embodiment, the design that is printed with the retarder 
composition is joint or grout lines. A wear layer is then provided on top of the design 
layer and subjected to curing to cure the wear layer and expand the foamable layer, 
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thus chemically embossing areas which have been printed with the retarder 
composition. For purposes of the present invention, "curing" is also known in the art as 
"fusing." After curing the wear layer, it is permitted to obtain ambient temperature. This 
cooled product is then subjected to a sufficient temperature to soften the cured wear 
layer, preferably by heating the top suface of the cured and cooled wear layer. After it 
has been softened, the wear layer is mechanically embossed while it is in the softened 
state. In particular, the wear layer is mechanically embossed with a surface texture, for 
example, of wood, stone, marble, granite or brick and the foam layer may or may not be 
mechanically embossed depending on the embossed design and the pressure applied 
to the wear layer. 

In the preferred embodiment of the invention, the chemical embossing of the 
joint or grout lines is deeper than that of the portions of the surface covering which have 
only been mechanically embossed. In this way, the surface texture created by the 

jl mechanical embossing is limited to the raised areas. These raised areas are the 

|j 

j design elements of wood, stone, marble, granite, or brick, which are joined together by 
the joint or grout lines. Thus, the surface covering of the invention, which does not 
include mechanically embossed surface texture in the joint or grout lines, has the 
appearance of mechanical embossing in register, but is created without the technical 
difficulties associated with registering mechanical embossing. Finally, in the preferred 
embodiment, a top coat is provided on top of the embossed wear layer. 

It is to be understood that the foregoing general description and the following 
detailed description are exemplary and explanatory only and are intended to provide 
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BRIEF DESCRIPTION OF THE DRAWINGS 
This invention will be described in greater detail with reference to the drawings in 

which: 

FIG.1 depicts a side view of the apparatus for embossing the surface covering of 
the present invention. 

FIG. 2 is a fragmentary, cross-sectional view of the surface covering of the 
present invention depicting the multiple layers in detail. 

FIG. 3 is a microscope photograph of the surface covering of the present 
invention. 

DETAILED DESCRIPTION OF THE PRESENT INVENTION 
Generally, a surface covering can be made by the present invention which 
combines chemical embossing with mechanical embossing to form a unique 
product. Preferably, this product is a surface covering having a natural wood, 
stone, marble, granite, or brick appearance, though other surface coverings 
having the desired combination of chemical embossing and mechanical 
embossing as described herein form part of the present invention. For purposes 
of the present invention,' surface covering includes, but is not limited to, flooring 
such as inlaid floors, hardwood floors, solid vinyl tiles, homogeneous floors, 
cushioned floors, and the like; wall paper; laminates; and countertops. 

In making the surface covering, a backing layer or substrate A is provided 
and a foamable layer C and D is formed or placed on top of backing layer A as 
shown in FIG. 2. A design or print layer B is applied, adhered, or located on top 
of the foamable layer as seen in FIG. 2. The design layer B has a design (not 

-5- 


LAW OFFICES 

Finnecan, Henderson, 
Farabow, Garrett 
s dunner, l.l.p. 

1300 I STREET, N. W. 
WASHINGTON, D. C- 20005 
202-408-4000 


shown) and a portion of this design is formed with a retarder composition, such 
as, but not limited to, a retarder ink. Preferably, the portion of the design is in the 
shape and form of one or more joint or grout lines (not shown) which simulate, 
for instance, the joint lines between two strips of wood forming a surface 
covering or the joining of stones, marble, granite, or brick by mortar or grout lines 
between each stone, marble, granite, or brick. 

Once the design layer B is applied, a wear layer is applied or located on 
top of the design layer and the surface covering, and the wear layer is then cured 
such as by subjecting the surface covering to heat to form a cured wear layer. 
This curing process will also chemically emboss areas of the design layer where 
the retarder ink has been applied. In the preferred embodiment, the chemically 
embossed areas are the printed joint or grout lines. Any heating means can be 
used, such as a gas-fired forced-hot-air oven. The product is then permitted to 
obtain ambient temperature, such as by cooling. Afterwards, the surface of the 
product is subjected to a sufficient temperature to soften the cured wear layer 
surface, for instance, through re-heating, preferably by infrared radiant heat. 
This softens the surface in order to enable the product to receive the mechanical 
embossing. The wear layer is then mechanically embossed to have a surface 
texture. Any surface texture can be embossed onto the wear layer. Preferably, 
the surface texture simulates or has a wood, stone, marble, granite, or brick 
surface texture. During mechanical embossing, the foam layer may or may not 
be mechanically embossed. It is preferred that the foam layer is slightly 
embossed. In particular, in a preferred embodiment, the portions of the wear 
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layer being mechanically embossed will compress or lose from about 1 to about 
4 mils in thickness while the portions of the foam layer in contact with these 
portions will compress or lose from about 1 to about 5 mils in thickness. In this 
preferred embodiment, the total embossing depth of wear layer and foam layer 
combined is between about 3 mils and about 8 mils. Preferably, the foam cells 
within the foam layer are not crushed or collapsed in the embossed areas, but 
may be flattened or distorted as shown in D in FIG. 2. 

A top coat (not shown in FIG. 2) may then be provided on top of the 
embossed wear layer to form the surface covering. 

The backing layer used in the present invention can be any conventional 
backing layer used in surface coverings such as a felted or matted fibrous sheet 
of overlapping, intertwined filaments and/or fibers, usually of natural, synthetic, or 
man-made cellulosic origin, such as cotton or rayon, although many other forms 
of sheets, films, textile materials, fabrics, or the like, may be used. The substrate 
or backing layer can be non-foamed, non-crosslinked vinyl compositions as well. 
The thickness of a conventional substrate layer is generally not critical and it is 
preferably from about 2 to about 100 mils, more preferably from about 1 5 to 
about 30 mils. 

The foamable layer used in the present invention can be any conventional 
foamable layer used in surface coverings, such as a foam layer used in flooring. 
In particular, the foamable layer can be any suitable material known in the art for 
producing foam layers such as polyvinyl chloride plastisol or organosol. 
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Alternatively, and preferably, the foam layer is a resilient, cellular foam layer 
which can be formed from a resinous composition containing a foaming or 
blowing agent that causes the composition to expand on heating. It is also 
known in the art that foamable, resinous sheet material can be selectively 
embossed by controlling the decomposition temperature of a catalyzed blowing 
or foaming agent in the heat-expandable composition. For example, by applying 
to the heat-expandable composition a reactive chemical compound which is 
referred to in the art as a "regulator," "inhibitor," or "retarder," it is possible to 
modify the decomposition temperature of the catalyzed foaming or blowing agent 
in the area of application of the reactive compound. It is thus possible to 
produce sheet materials having surface areas that are depressed with inhibitor 
application and raised proximate the area without inhibitor application. 

The inhibitor or retarder can be conveniently incorporated in an inhibitor or 
retarder composition, preferably in a foam-retarding, printing ink composition, 
which is printed over the heat-expandable resinous composition. Such 
compositions are well-known in the art and are generally based on an organic 
solvent carrier or vehicle system. Alternatively, and preferably, an aqueous 
retarder printing ink composition is used such as the one described in U.S. 
Patent No. 5,169,435, incorporated in its entirety by reference herein. A most 
preferred aqueous retarder printing ink composition contains from about 20 to 
about 30% by weight acrylic resin binder, from about 6.5 to about 17% by weight 
tolyltriazole, from about 20 to about 30% by weight alcohol, and from about 35 to 
about 50% by weight water. Foaming or blowing agent modifiers or inhibitors 
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other than tolyltriazoie can also be used including but not limited to 
benzotriazole, fumaric acid, malic acid, hydroquinone, dodecanethiol, succinic 
anhydride or adipic acid. Additionally, other foam-retarding, printing ink 
compositions can also be used, such as those described in U.S. Patent Nos. 
4,191,581 and 4,083,907 to Hamilton; U.S. Patent No. 4,407,882 to Houser; and 
U.S. Patent No. 5,336,693 to Frisch, all incorporated in their entirety by reference 
herein. 

In the present invention, for purposes of creating the foamable layer, 
which is chemically embossed, a substrate comprising an expandable resinous 
layer containing a foaming or blowing agent is provided. A printed design is 
provided over at least a portion of the expandable resinous layer. At least a 
portion of this printed design comprises a retarding composition. As will be 
described in further detail below, once a wear layer is applied on top of the 
foamable layer, the expandable resinous layer (e.g., the foamable layer) is then 
subjected to a sufficient temperature for a sufficient time to expand the layer and 
thereby form an embossed region of the layer proximate the portion of the 
printed design that contained the foaming or blowing agent modifier or inhibitor. 
Generally, a sufficient temperature is from about 195°C to about 215°C and for a 
time of from about 2.5 minutes to about 3.0 minutes to create the foam layer. 

Prior to subjecting the expandable resinous layer and design layer to heat, 
a wear layer is deposited or applied on top of the design layer and the layers, 
along with the substrate, are subjected to heat or curing which will not only cure 
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the wear layer, but also expand the resinous layer and cause chemical 
embossing as described earlier. 

The portion of the design layer which does not comprise at least one 
retarder composition is formed by non-retarder ink compositions. An example of 
such an ink composition contains an acrylic resin, water, alcohol, and one or 
more pigments. In forming a design having both a retarder composition and one 
not containing a retarder composition, such a design can be done in register 
using multiple station rotogravure printing. As indicated earlier, in the preferred 
embodiment of the present invention, a design layer contains a pattern of joint or 
grout lines which are created with at least one retarder composition. Upon 
expansion of the foamable layer, these portions will be chemically embossed and 
will visually form joint or grout lines to simulate such lines which exist with natural 
wood, stone, marble, granite, or brick surfaces. The joint or grout lines created 
with the retarder composition generally will have a width of, for example, from 
about 1/16 inch to about 1/4 inch. 

The wear layer can be made of any suitable material known in the art for 
producing such wear layers. Preferably, the wear layer is a transparent 
polyvinyl chloride) layer. The dry film thickness of this PVC layer is not critical 
and it is preferably from about 5 mils to 50 mils, and more preferably from about 
1 0 mils to about 20 mils. Other examples of this wear layer include, but are not 
limited to, acrylic polymer, polyolefins, and the like. 

As indicated, this wear layer is applied to and adhered to the foamable 
layer. Means to apply the wear layer to the foamable layer are known in the art 
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and include, but are not limited to, a reverse-roll coater. Once the wear layer is 
applied to the top of the foamable layer, the wear layer is cured. This curing can 
be accomplished by subjecting the wear layer along with the foamable layer and 
substrate to a sufficient temperature, e.g., by heating, to cure the wear layer in a 
multi-zone gas-fired hot air oven essentially as described in U.S. Patent No. 
3,293,108. Also, the curing or heating step will expand the foamable layer to 
form the foam layer which will have chemically embossed areas. For purposes 
of curing the wear layer, a sufficient temperature for a sufficient time would be 
used and known to those skilled in the art. Preferably, this temperature is from 
about 195°C to about 215°C for a time of from about 2.0 minutes to about 3.0 
minutes, more preferably about 2.0 minutes to about 2.2 minutes. 

Once the wear layer is cured, it is preferred to permit the wear layer to 
obtain an ambient temperature, such as by passing it over a series of water- 
cooled drums or "cans" essentially as described in U.S. Patent No. 3,293,108. 
The wear layer is then subjected to a sufficient temperature for a sufficient time 
in order to soften the wear layer to a sufficient degree to allow it to be 
mechanically embossed. The surface temperature of the wear layer for 
purposes of mechanically embossing it is preferably from about 145°C to about 
160°C depending on, among other things, the color of the printed design under 
the wear layer surface. The mechanical embossing of the wear layer can be 
achieved in such a manner that the foam layer beneath the wear layer may or 
may not be mechanically embossed. In any event, the portion of the the foam 
layer which has been overlayed with the design layer having the retarder 
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composition is not mechanically embossed. And, the portions or areas of the 
foam layer beneath the areas or portions of the wear layer that are embossed 
are generally slightly embossed. For purposes of the present invention, any 
embossing technique known to those skilled in the art can be used; for example, 
the product can be fed through a nip between an engraved steel embossing roll 
and a rubber back-up roll, such that the face of the wear layer is in contact with 
the engraved steel roll. See FIG. 1. The embosser gap can "float" against a 
fixed pressure, or more preferably the embosser gap can be "fixed" by adjustable 
steel "wedge blocks" for example. However, the fixed gap approach requires 
that careful attention be paid to maintaining consistent caliper of the product prior 
to entry into the embosser section of the process. The preferred starting point 
for the fixed gap is 60% of the specific product caliper. Fine-tuning adjustments 
can then be made to achieve the specified appearance. Furthermore, in order to 
maintain faithful reproduction of the embossing roll engraving in the embossed 
surface covering, it is advantageous to maintain some positive tension or "draw" 
on the web as it enters the nip. This tension also helps to keep the web tracking 
straight. 

For purposes of mechanical embossing, generally, the pressure applied to 
the wear layer is sufficient to create an embossing of, for example, from about 1 
mil to about 12 mils, more preferably from about 3 mils to about 8 mils. As 
indicated earlier, in the preferred embodiment of the present invention, the 
chemical embossing of the joint or grout lines is deeper than that of the portions 
of the surface covering which have only been mechanically embossed. This 
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process, which does not create the mechanically embossed surface texture in 
the joint or grout lines, imparts to the surface covering the appearance of 
mechanical embossing in register. 

It is certainly within the bounds of the present invention to use several 
devices to mechanically emboss different textures onto the wear layer. In the 
preferred embodiment of the present invention, the device used to mechanically 
emboss will have a pattern that will simulate the surface texture of wood, stone, 
marble, granite, or brick and this texture will be transferred onto the wear layer. 

In accordance with the invention and as shown in FIG. 1, a cured, foamed 
and cooled surface covering is processed as follows to produce a surface having 
a "natural" appearance. A web of cooled cushioned covering is passed through 
the "WEB GUIDE" at the point indicated by the entry arrow. This "WEB GUIDE" 
is provided to insure that the web tracks straight through the embosser nip. After 
exiting the "WEB GUIDE", the web passes under the five burners of the "IR 
HEATER". The heat output of the "IR HEATER" is adjusted as necessary to 
properly heat the surface of the web by adjusting the height of the burners above 
the web, and by adjusting the gas flow to the burners. From the "IR HEATER" 
the web proceeds to the "EMBOSSER". The hot surface of the web contacts an 
engraved steel embossing roll. The embossing nip, mentioned above, consists 
of this engraved steel embossing roll and a rubber bed roll, which contacts the 
back surface of the web. The rubber bed roll is provided with a steel back-up roll 
which can be used, if necessary, to counteract any tendency of the rubber roll to 
"bow" downward. The web is maintained in contact with the water-cooled 
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embossing roll for about 90 degrees of wrap by means of the uppermost idler 
roll. This contact with the cooled embossing roll surface removes some of the 
heat from the surface of the web by heat transfer from the web sheet to the 
water-cooled steel embossing roll, and thus "sets" the embossing. The dwell 
time is dependent on exact embossing roll circumference and line speed and 
can be easily determined by one skilled in the art. Approximate dwell time 
ranges are given for three possible web speeds in Table I below. 

TABLE I 


Web Speed (ft./min.) 

Dwell Time Range (seconds) 

48 

1.6-1.8 

60 

1.3-1.4 

70 

1.1-1.2 


The cooled embossed web is then directed back under the "IR HEATER" 
section of the apparatus. At the point indicated by the exit arrow, the web 
continues on to a final coating station (not shown) for applying a top-coat to the 
surface of the web as described below. The apparatus for this coating station is 
well known to those skilled in the art. 

As indicated above, a critical feature of the invention is the surface 
temperature of the web at the exact instant when the web sheet enters the 
embossing roll nip. This temperature is dependent on the thickness of the layer, 
the speed of the moving web, and the exact position where the measurement is 
taken. However, this exact spot is not generally accessible for temperature 
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measurements because of the diameter of the embossing roll. Normally, 
therefore, the reading is taken from the mid-point of the distance between the 
end of the IR heater and the embossing roll nip. The actual temperature as the 
web sheet enters the embossing roll nip will be lower than this reading because 
of heat loss from the web sheet surface as it moves through the space between 
the measurement point and the embossing roll nip. The faster the line speed, 
the less opportunity for heat loss and the closer the actual temperature will be to 
the measured temperature at the embossing nip. 

A guide for temperature ranges based on web speed and layer thickness 
for vinyl is given below in Table II. It should be remembered, however, that the 
ability of a surface to absorb heat from IR energy is dependent, among other 
things, on the color of that surface. Thus, the exact temperature within the 
preferred range will depend on the predominate color of the sheet being 
embossed. Therefore, these conditions are starting conditions only, and fine 
tuning adjustments can be made as needed to achieve the product appearance 
specified by the "standard sample". In fact, in some instances, it may be 
necessary to operate outside the preferred ranges discussed above to achieve 
the product appearance specified by the "standard sample". 
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clear vinyl caliper 

web speed (ft./min.) 

temperature range °C 

.019" 

48 

155-160 

.014" 

60 

150-155 

.012" 

70 

145-150 


Once the wear layer is mechanically embossed, a top coat, also known as 
a wear layer top coat, is applied to the top and adhered to the embossed wear 
layer. The top coat can be composed of any suitable material known in the art 
for this purpose. Preferably, the top coat is a urethane top coat. Once the top 
coat is applied, the overall surface covering containing all of the layers is cured. 
Preferably, the top coat has a thickness of from about 0.5 mil to about 2.0 mils, 
more preferably, from about 0.9 mil to about 1.3 mils. 

Optionally, besides the layers discussed above, one or more additional 
layers can be present, such as the layers described in U.S. Patent No. 
5,458,953, incorporated in its entirety by reference herein. Such additional 
layers include strengthening layers, additional foamable layers, and a wear layer 
base coat. The composition of these layers and their locations are described in 
U.S. Patent No. 5,458,953 and can be used in the surface covering of the 
present invention. 

As indicated earlier, the present invention also relates to a surface 
covering as seen in the photograph of FIG. 3. This surface covering has a 
backing layer A, a foam layer C and D applied on top and adhered or attached to 
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the backing layer. A design layer B having a design is printed on the foam layer. 
At least a portion of the design layer includes a chemically embossed pattern. 
Preferably, this chemically embossed pattern is in the shape and form of joint or 
grout lines as previously described. A wear layer is applied on top of the design 
layer and this wear layer is mechanically embossed with a surface texture. The 
foam layer C and D may or may not be mechanically embossed. The surface 
texture is preferably the texture of wood, stone, marble, granite, or brick. 
Finally, a top coat or wear layer top coat (not shown in FIG. 3) is applied on top 
of and adhered to the embossed wear layer. The details of each of these 
components is described above. 

As also indicated, additional optional layers such as those described in 
U.S. Patent No. 5,458,953 can be incorporated into this surface covering. Such 
additional optional layers include a strengthening layer, a wear layer base coat, 
and/or additional foam layers. 

The present invention will be further clarified by the following examples, 
which are intended to be purely exemplary of the present invention. 

Example 1 

A cushioned vinyl floor covering having a backing, a foam layer with a 
chemically embossed texture in the foam, and a clear vinyl layer was prepared 
essentially as described in U.S. Patent No. 3,293,108, herein incorporated by 
reference in its entirety. 
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The backing was a felted fibrous sheet of the type that is customarily used 
for substrate layer in this type of floor covering. In this example, the backing 
thickness was 0.025 inches (± 0.001 inches). The foam layer was formed from a 
piasticized polyvinyl chloride composition containing a foaming or blowing agent. 
The foamable PVC plastisol had been solidified or "gelled" by heating. A design 
was printed on the surface of the solidified PVC composition, using pigmented 
inks such as are customarily used in this process. One or more of the inks 
contained a reactive chemical compound commonly referred to as a "retarder." 
Detailed information concerning the chemical retardation of chemically foamed 
PVC plastisols, as well as an example of formulations for both plastisols and 
inks, can be found in a journal article by Andrew Hunter, "Cellular Polymers," 
Vol. 2, pp. 241-249 (1983) (Applied Science Publishers, Ltd., Essex, England), 
herein incorporated by reference in its entirety. In this example, the foam layer 
was 0.035 inches (± 0.003) thick in the areas that were not chemically retarded. 

The clear vinyl layer was formed from a PVC plastisol which was coated 
onto the printed solidified ("gelled") foamable PVC composition following the 
printing of the design. The clear vinyl layer was cured, and the foamable vinyl 
composition foamed, by heat. During this operation, the chemical embossing 
was formed by action of the retarder chemical contained in certain inks. The 
heat was supplied by a multi-zone gas-fired hot air oven with zones operating 
between about 195°C and about 215°C. Residence time in the oven was about 
3 minutes. An example of a formulation for the clear vinyl can be found in the 
journal article by A. Hunter (cited above). In this example, the clear vinyl layer 
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was 0.019 inches (± 0.001 inches) thick. Furthermore, the areas that were 
printed with ink containing a retarder compound, specifically joint or grout lines, 
had chemical embossing that was a minimum of about .010 inches in depth. 

The vinyl flooring material described above was cooled and then 
mechanically textured in the following manner. 

The material was heated by passing it under a gas-fired infrared radiant 
heater delivering approximately 360 BTU/sq. ft./min.; at a product speed of 37 
ft./min. (± 2 ft./min.). The heater was positioned between about 3.5 inches and 
about 6.0 inches above the material surface, depending on the color of the 
decorative print. The ability of a surface to absorb heat from infrared energy is 
dependent on such factors as the color of the decorative print. As is well known 
in the art, the heat delivered by the gas-fired infrared heater described above can 
be fine-tuned by adjusting the gas-flow controls so that the sheet surface 
temperature is maintained within the preferred range as given below. 

The surface temperature of the material exiting from the heater was 
approximately between 150°C and 160°C, as measured by a non-contact IR 
pyrometer held approximately 12-18 inches from the material surface. The back 
surface of the substrate felt layer was approximately between 80°C and 85°C, 
as measured by "stick-on" heat tape (for example, "Thermolable," supplied by 
Paper Thermometer Co., Inc. of Greenfield, NH). 

The heated material was then passed through an embossing nip between 
an engraved steel roll and a rubber back-up roll. The nip was set at 0.050 inches 
(± 0.005 inches) for the material described above. The nip opening was set by 
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adjustable steel "wedge blocks." Clamping pressure was sufficient so that the 
nip opening did not vary ("float") while the material was passing through the nip. 

The steel roll had an embossing texture engraved onto it by means that 
are well known in the art. The rubber back-up roll was approximately 90-95 
durometer (Shore A). Both rolls were water-cooled such that the surface of the 
engraved steel roll was approximately 26°C to 38°C, as measured by a contact 
thermocouple pyrometer. 

Following the embossing nip, the material was directed by idler rolls so 
that it wrapped about one quarter of the engraved roll circumference. The 
additional contact of material against the water-cooled engraved roll was 
provided in order to cool the vinyl surface and "set" the embossed texture. 

As the final step in preparing a surface covering having a "natural" 
appearance, the material was coated with a urethane acrylate top coat of the 
type that was cured by actinic radiation in the UV wavelength region. 

The coating was applied to yield a cured thickness approximately between 
0.0009 inches and 0.0012 inches. The application was such that the coating 
followed the embossing texture and did not significantly reduce the embossing 
depth of the texture. The embossing depth of the mechanical texture in the 
finished product was between about 0.003 inches and approximately 0.008 
inches depending on the specific engraved roll used. However, regardless of the 
specific engraved roll used, there is no mechanically embossed surface texture 
in the chemically embossed areas because the minimum chemical embossing 
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depth of about .010 inches is deeper than the maximum depth of the 
mechanically embossed surface texture of about .008 inches. 

The surface gloss (or "shine") of actinic radiation cured acrylated urethane 
surface coatings can be varied in a controlled manner to produce the desired 
visual effect consistent with a "natural" appearance. In one specific example, the 
appearance of a printed brick design was made more natural by use of a coating 
with a flat panel 60 degree gloss of about 40 unit. 

These actinic radiation cured acrylated urethane coatings are readily 
available from several commercial suppliers including, but not limited to, Lord 
Corporation, Erie, Pennsylvania. 

Example 2 

A cushioned vinyl floor covering having a backing, a foam layer with a 
chemically embossed texture in the foam, and a clear vinyl layer was prepared 
as described in Example 1 . This vinyl flooring material was cooled and then 
mechanically textured in the following manner. 

The material was heated by passing it under a gas-fired infrared radiant 
heater delivering approximately 360 BTU/sq. ft./min.; at a product speed of 
48ft./min. (± 2 ft./min.). The heater was positioned between about 3.5 inches 
and about 5.0 inches above the material surface, depending on the color of the 
decorative print. As is well known in the art, the heat delivered by the gas-fired 
infrared heater described above can be fine-tuned by adjusting the gas-flow 
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controls so that the sheet surface temperature is maintained within the preferred 
range as given below. 

The surface temperature of the material exiting from the heater was 
approximately between 155°C and 160°C, as measured by a non-contact IR 
pyrometer held approximately 12-18 inches from the material surface. The back 
surface of the substrate felt layer was approximately between 80°C and 85°C, 
as measured by "stick-on" heat tape (for example, "Thermolable," supplied by 
Paper Thermometer Co., Inc. of Greenfield, NH). 

The heated material was then passed through an embossing nip between 
an engraved steel roll and a rubber back-up roll. The nip was set at 0.050 inches 
(± 0.005 inches) for the material described above. The nip opening was set by 
adjustable steel "wedge blocks." Clamping pressure was sufficient so that the 
nip opening did not vary ("float") while the material was passing through the nip. 

The steel roll had an embossing texture engraved onto it by means that 
are well known in the art. The rubber back-up roll was approximately 90-95 
durometer (Shore A). Both rolls were water-cooled such that the surface of the 
engraved steel roll was approximately 26°C to 38°C, as measured by a contact 
thermocouple pyrometer. 

In order to maintain an embossed image that is an accurate reproduction 
of the engraved surface, a positive "draw" was maintained on the web using the 
embossing roll driver operated at a DC current flow of +6 amperes. This "draw" 
also assisted in maintaining proper alignment of the web tracking, and 
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Following the embossing nip, the material was directed by idler rolls so 
that it wrapped about one quarter of the engraved roll circumference. The 
additional contact of material against the water-cooled engraved roll was 
provided in order to cool the vinyl surface and "set" the embossed texture. 

The final step of coating the material with a urethane acrylate top coat 
was performed as in Example 1 to yield a cured thickness approximately 
between 0.0009 inches and 0.0012 inches with an embossing depth of the 
mechanical texture in the finished product being between about 0.003 inches 
and approximately 0.008 inches depending on the specific engraved roll used. 

Other embodiments of the present invention will be apparent to those 
skilled in the art from consideration of the specification and practice of the 
invention disclosed herein. It is intended that the specification and examples be 
considered as exemplary only, with a true scope and spirit of the invention being 
indicated by the following claims. 
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1. A method of making a surface covering having a natural wood, stone, 
marble, granite, or brick appearance, comprising: 

a) providing a surface covering comprising a backing layer; a 
foamabie layer on said backing layer; and a design layer having a design 
selected from the group consisting of a wood, stone, marble, granite, and brick 
pattern printed thereon and located on said foamabie layer; wherein a portion of 
said design includes joint or grout lines printed with at least one retarder 
composition; 

b) providing a wear layer on top of said design layer and curing 
said wear layer, thereby expanding said foamabie layer to form a foam layer and 
chemically embossing the portion of said design layer where said printed joint or 
grout lines are located; 

c) subjecting said surface covering of (b) to sufficient cooling to 
reduce the temperature of the cured wear layer to approximately ambient 
temperature; 

d) subjecting the cured and cooled wear layer of said surface 
covering of (c) to a sufficient temperature to soften said cured and cooled wear 
layer; 

e) mechanically embossing a surface texture selected from the 
group consisting of a natural wood, stone, marble, granite, and brick onto said 
softened wear layer; and 

-24- 


f) setting said mechanically embossed surface texture in said wear 

layer. 


2. The method of claim 1 , wherein said wear layer comprises polyvinyl 
chloride. 

3. The method of claim 1 , wherein said retarder composition comprises 
acrylic resin binder, alcohol, water and an inhibitor selected from the group 
consisting of tolyltriazole, benzotriazole, fumaric acid, malic acid, hydroquinone, 
dodecanethiol, succinic anhydride, and adipic acid. 


4. The method of claim 1 , wherein said inhibitor is tolytriazole. 


5. The method of claim 1 , wherein the method further comprises providing 
a top coat on said mechanically embossed wear layer after step (f). 


6. The method of claim 5, wherein said top coat comprises a urethane 
aery late. 
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7. The method of claim 1 , wherein said surface covering further comprises 
a strengthening layer located between said backing layer and said foamable 
layer. 
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8. The method of claim 1 , wherein, said sufficient temperature in (d) is from 
about 195°C to about 21 5°C. 
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9. A method for making a surface covering comprising: 

a) providing a surface covering comprising a backing layer; a 
foamable layer located on top of said backing layer; and a design layer located 
on top of said foamable layer and having a design, wherein a portion of said 
design includes a pattern created with at least one retarder composition; 

b) providing a wear layer on top of said design layer and curing 
said wear layer, thereby expanding said foamable layer to form a foam layer, and 
chemically embossing areas of said design layer where said portion of pattern 
was created with at least one retarder composition; 

c) subjecting said surface covering of (b) to sufficient cooling to 
reduce the temperature of the cured wear layer to approximately ambient 
temperature; 

d) subjecting the cured and cooled wear layer of said surface 
covering of step (c) to a sufficient temperature to soften said cured and cooled 
wear layer; 

e) mechanically embossing a surface texture on said softened wear 
layer; and 

f) setting said mechanically embossed surface texture in said wear 

layer. 
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10. The method of claim 9, wherein the method further includes providing a 
top coat on said mechanically embossed wear layer after step (f). 

11. A surface covering having a natural wood, stone, marble, granite, or brick 
appearance, comprising: 

a backing layer; 

a foam layer located on said backing layer; 

a design layer located on said foam layer and having a design selected 
from the group consisting of natural wood, stone, marble, granite, and brick, 
wherein said design includes chemically embossed joint or grout lines;and 

a wear layer located on top of said design layer and mechanically 
embossed with a surface texture selected from the group consisting of natural 
wood, stone, marble, granite, and brick, wherein the surface texture is 
mechanically embossed in the wear layer after first subjecting said wear layer to 
a sufficient temperature to soften said wear layer. 


12. The surface covering of claim 1 1 , wherein said wear layer comprises 
polyvinyl chloride. 
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1 3. The surface covering of claim 1 1 , wherein said joint or grout lines are 
chemically embossed with a retarder composition comprising acrylic resin binder, 
alcohol, water and an inhibitor selected from the group consisting of tolyitriazole, 
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benzotriazole, fumaric acid, malic acid, hydroquinone, dodecanethiol, succinic 
anhydride, and adipic acid. 
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14. The surface covering of claim 13, wherein said inhibitor is tolyltriazole. 

15. The surface covering of claim 1 1 , wherein said surface covering further 
comprises a top coat located on said mechanically embossed wear layer. 

16. The surface covering of claim 15, wherein said top coat comprises 
acrylated urethane. 

1 7. The surface covering of claim 1 1 , wherein said surface covering further 
comprises a strengthening layer located between said backing layer and said 
foam layer. 

1 8. The surface covering of claim 1 1 , wherein a portion of said design 
comprises a non-retarder ink composition. 

19. A surface covering comprising: 
a backing layer; 

a foam layer located on said backing layer; 

a design layer located on said foam layer and having a design, wherein 
said design includes a chemically embossed portion; and 
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a wear layer located on said design layer and mechanically embossed 
with a surface texture, wherein the surface texture is mechanically embossed in 
the wear layer after first subjecting said wear layer to a sufficient temperature to 
soften said wear layer. 

20. The surface covering of claim 1 9, wherein said surface covering further 
comprises a top coat located on said mechanically embossed wear layer. 
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ABSTRACT OF THE DISCLOSURF 
A method for making a surface covering is disclosed which includes 
providing a surface covering having a backing layer, a foamable layer, and a 
design layer, wherein the design layer includes a portion of a pattern printed with 
at least one retarder composition. A wear layer is then provided on the design 
layer and the wear layer is cured. The foamable layer is thereby expanded to 
form a foam layer, and the pattern printed with at least one retarder composition 
is chemically embossed. The cured product is subsequently cooled to ambient 
temperature and then the top surface of the wear layer is subjected to a 
sufficient temperature to soften the wear layer. After being softened the wear 
layer is mechanically embossed with a surface texture, the embossed surface 
texture is set in the wear layer, and a top coat may then be provided on the 
embossed set wear layer. A surface covering having the various features 
described above is also disclosed. Preferably, the surface covering and the 
method for making the surface covering have a natural wood, stone, marble, 
granite, or brick appearance wherein the design layer includes one or more joint 
or grout lines created with at least one retarder composition and the wear layer is 
mechanically embossed with the surface texture of a wood, stone, marble, 
granite, or brick surface. 
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